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TI - Nonwoven absorption fabric - made of regenerated cellulose 
crosslinked with sodium salt of carboxymethyl-cellulose 
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The nonwoven fabric is made from filaments of regenerated 
cellulose which is crosslinked with sodium salt of 
carboxymethylcellulose and has a single fibre size of less than 7 
denier. The fabric is substantially water insol. and shows 
distilled water absorption of 50-100 times and 1% salt water 
absorption of 20-40 times as much as its original wwight. 

- Nonwoven fabric consisting of regenerated cellulose fibre such as 
continuous cuprammonium rayon filament is treated with 
monochloroacetic acid or its salt in a mixed solvent consisting of 
45-80 vol.% of isopropanol, 10-30 vol.% of methanol and 10-25.. vol. 
I of water. 

- ADVANTAGE - The nonwoven fabric has sufficient tensile strength 
and flexibility and high absorbing capacity and is useful as 
water retainer for growth of plants and sanitary materials such as 
underpad and sanitary napkin. (6pp Dwg.No.0/0) 



